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COTTON  FIBER  AND  PROCESSING  TEST  RESULTS 


Results  of  fiber  and  spinning  tests  on  1958-crop  cotton 
through  December  12  continues  to  show  improvement  over  last  year 
in  nonlint  content  and  picker  and  card  waste.  They  are  about 
the  same  as  last  year  in  yarn  strength,  and  below  last  year's 
average  in  yarn  appearance  grades. 

Southeastern  Area.  Average  fiber  and  processing  Quality 
of  the  Southeastern  area  remains  unchanged  from  the  previous  re- 
port as  harvesting  is  almost  completed  in  this  area.  Samples 
received  from  this  area  show  considerable  improvement  over  the 
1957  average  in  nonlint  content,  picker  and  card  waste,  and  in 
yarn  strength.  Average  nep  count  is  somewhat  higher  this  year 
accompanied  by  a  slight  decrease  in  yarn  appearance  grades. 

South  Central  Area.   Late  harvested  cottons  from  the 
South  Central  states  are  much  finer  and  less  mature  than  last 
year.  Although  the  cottons  are  lower  than  1957  in  average  non- 
lint content  and  picker  and  card  waste,  they  are  higher  in  nep 
content  and  are  producing  yarns  of  lower  quality^   in  both 
strength  and  appearance. 

Southwestern  Area.  Samples  received  from  the  Southwestern 
area  are  slightly  coarser  and  more  mature  than  at  this  time  in 
1957.  These  cottons  also  contain  considerably  less  nonlint  and 
picker  and  card  waste.  Although  the  average  nep  count  is  lower 
than  last  year,  the  average  yarn  appearance  index  of  96   is  one- 
half  grade  below  the  index  of  101  reported  in  1957* 

Western  Area.  Samples  from  the  Western  states  tend  to  be 
slightly  coarser  and  more  mature  than  last  year.  These  samples 
also  show  less  picker  and  card  waste  and  nonlint  content,  and 
are  also  slightly  below  the  1957  average  in  yarn  strength  and 
yarn  appearance  grades. 


Prepared  in  the  Standards  and  Testing  Branch,  AMS 
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Table  1. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  12-1/2  pounds  per  hour 
and  a  twist  multiplier  of  k,kO,   crop  of  1958 


Variety 


Blightmaster 


Gregg 


State 


Texas 


Texas 


Market  area 


Ropesville 


Plainview 


Percentage  of  variety  at  gin 


100 


80 


Period  of  harvest 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"  grams  per  tex  3/ 

Wg»    »   H     it    "  — 

Nonlint  content :  kf 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Acid-alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card percent 

Neps per  100  sq..  in.  of  card  web 

Yarn  skein  strength: 

8s  (73-8  tex) pounds 

22s  (26.8  "  ) " 

Average  break  factor 7/ 

Yarn  appearance : 

8s  (73-8  tex) grade 

22s  (26.8  "  ) " 

Average  yarn  appearance index  8/ 


SIM 
15/16 

.97 
77 

3.6 
3.9 
73 

77 
38.1 

19.9 

1.3 
1.1 

2.k 

7^.5 
d.h 

0.2 

8.3 


6.7 
17 


328 
100 

2U12 

B 

C+ 
105 


SLMltsp 
15/16 

•  93 

80 

k.k 

h.l 
77 

79 

39.1 

21.9 

3.0 
1.1 
k.l 

70.5 
8.2 

0.2 
7.5 


d.k 
7 


360 

109 

2639 

B+ 

C+ 

110 


For  footnotes  see  page  19. 


Continued  on  page  k 
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Table  1. — Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  "by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  12-1/2  pounds  per  hour 
and  a  twist  multiplier  of  k.kO,   crop  of  1958- -Continued 


Variety 


Paymaster 


We  stern  St ormpr oof 


State 


Texas 


Texas 


Market  area 


Aiken 


Olton 


Rotan 


Percentage  of  variety  at  gin 


100 


100 


30 


Period  of  harvest 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (     "     ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"     "  grams  per  tex  3/ 

1  /on    11 »     11    " 

Nonlint  content :  __-/ 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content " 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Acid- alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card 

Neps per  100  sq_.  in.  of 

Yarn  skein  strength: 

8s  (73.8  tex) 

22s  (26.8  "  ) 

Average  break  factor 

Yarn  appearance : 

8s  (73.8  tex) 

22s  (26.8  "  ) " 

Average  yarn  appearance index  8/ 


-percent 

card  web 

--pounds 
__   11 

"--—2/ 

grade 


Mltsp 
15/16 

7^ 

3-7 
3.9 
7^ 

76 

37.6 

20.1 

0.9 
0-9 
1.8 

72.5 
9.^ 

0.2 
7.2 


7.1 
15 

329 

101 

2^27 

B 
C+ 
105 


SLMltsp 
15/16 


■91 


75 


3^ 

3-6 
72 

76 

37-6 

19-7 

2.1 
1.6 
3.7 

70.  k 
9-3 

0.2 
7.6 


8.9 
18 


313 

97 
2319 

c+ 

c+ 

100 


M 
15/16 

•93 

78 

5.0 

5-3 

80 

86 
k2.6 

20.8 

1.0 
1.3 
2.3 

73-5 
9.1+ 

0.0 
8.0 


6.k 

3 

321 
101 

2395 

B+ 
B 
115 


For  footnotes  see  page  19. 
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Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9~l/2  pounds  per  hour 
and  a  twist  multiplier  of  ^.00,  crop  of  1958 


Variety 


Acala  k-k-2 


State 


Arizona 


California 


Market  area 


Queen  Creek 


Corcoran 


Chowchilla 


Firebaugh 


Percentage   of  variety  at   gin 


55* 


100 


100 


100 


Period  of  harvest 


Midseason 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

11  grams  per  tex  _}/ 

-i  /Dil     tt "       "     H 

Nonlint  content :  k/ 

Visible  waste percent 

invisible  waste- 

Total  nonlint  content 

Color  of  raw  cotton:  _>/ 

Ref  le  ct  ance Rd 

Yellowness +b 


Sugar  content. 

Acid- alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card 

Neps per  100  sq.  in. 

Yarn  skein  strength: 

22s  (26.8  tex) — 

50s  (U.8  "  ) 

Average  break  factor 

Yarn  appearance : 

22s  (26.8  tex) 

50s  (11.8  "  ) ■ 

Average  yarn  appearance index  8/ 


percent 

of   card  web 

pounds 

ti 

------ -i/ 

grade 


SLM+ 
1-1/16 

1.05 
78 

81 
86 

te.6 

2k.  k 

k.l 

1.0 

5.1 

75-5 
8.3 

0.2 
7-7 


8.0 
7 


125 
kk 

2^75 

C+ 

c 

95 


For  footnotes  see  page  19. 

*Samples  selected  from  one-variety  growers. 


SIM 
1-1/32 

1.0^ 

80 

M 
k.l 

80 
85 
23.5 

2.2 
1.0 
3-2 

76.0 
7.8 

0.3 
6.7 


7.5 
9 


128 

k6 

2558 

c+ 

c+ 

100 


SIM+ 
1-1/32 

1.03 
82 

k.2 

M 

78 

86 

k2.6 

23.8 

2.2 
1.2 

3A 

76.5 
7-9 

0.3 
6.6 


o 

13 

130 
^5 

2555 

B 

C 

100 


c.6 


SLM+ 
1-1/32 

1.05 
79 

k.k 
k.k 

79 

88 

^3.6 

2k.k 

2.2 
1.1 
3.3 

76.5 
7.8 

0.3 
6.5 


6.9 

9 


132 

^7 
2627 

c+ 

c 

95 


Continued  on  page  6 
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Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  "by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9_l/2  pounds  per  hour 
and  a  twist  multiplier  of  ^.00,  crop  of  1958 — Continued 


Acala  k-k2 


Acala  W^kk 


Arizona  kk 


Variety 


State 


California 


Arizona 


Arizona 


Market  area 


Woodville 


Avra 


Chandler 


Eloy 


"85" 


Percentage  of  variety  at  gin 


100 


k5* 


90 


Period  of  harvest 


Late 


Midseason 


Midseason 


Midseason 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (     "     )  —  ■■ index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"     "  grams  per  tex  3/ 

I /fi"   "  _________   "    "   " 

Nonlint  content:  k] 

Visible  waste percent 

Invisible  waste " 

Total  nonlint  content " 

Color  of  raw  cotton:  _j/ 

Reflectance Rd 

Yellowness-- +b 


Sugar  content 

Acid-alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 

Manufacturing  waste: 

Picker  and  card percent 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

50s  (11.8  "  ) " 

Average  break  factor 7/ 

Yarn  appearance : 

22s  (26.8  tex) grade 

50s  (11.8  "  " 

Average  yarn  appearance index  8/ 


SIM 
1-1/32 

X.Ok 

76 

3.8 
3.9 
75 

87 

^3-1 

23.3 

2.5 
0.9 
3^ 

75.0 
7.9 

0.3 
6.7 


l.h 

18 

12k 

kk 

2k6k 

c 

D 
80 


M 
1-1/16 

1.09 
78 

k.2 
k.2 

78 

81 

1+0.1 

23.3 

1.5 
0.6 

2.1 

77-5 
7-6 

0.2 
7.2 


6.k 

12 


122 
kk 

2kk2 

C+ 
D+ 
90 


M 
1-1/16 

1.09 
79 

k.6 
81 

89 
kk.i 

2i+.l 

2.3 
1.3 
3.6 

73.8 
8.9 

0.2 
7.7 


8.2 
10 


119 
k2 

2359 

C 
D+ 

85 


M 
1-1/16 

76 

k.6 
80 

89 
kk.i 

23.^ 

1.8 
1.1 
2.9 

76.6 
d.k 

0.2 
7^ 


7.2 
11 

120 
^3 

2395 

c+ 

D+ 
90 


Continued  on  page  7 


For  footnotes  see  page  19. 

■^Sample  taken  from  one-variety  growers 
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Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9_l/2  pounds  per  hour 
and  a  twist  multiplier  of  4.00,  crop  of  1958- -Continued 


Arizona  kk 


Variety 


Deltapine  15 


State 


Arizona 


Arkansas 


Market  area 


Parker 


Peoria 


Bradley 


Lake  Village 


Percentage  of  variety  at  gin 


98 


90 


95 


100 


Period  of  harvest 


Midseason 


Midseason 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (  ) index 

Fiber  tensile  strength  (Pressley) : 

Zero  gauge 1,000  p.s.i. 

"  grams  per  tex  3/ 

n  /Oil      11    _________    H       II      II 

Nonlint   content :   kj 

Visible  waste percent 

Invisible  waste- " 

Total  nonlint  content " 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowne  ss +b 


Sugar  content 

Acid-alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card 

Neps per  100  sq.  in. 

Yarn  skein  strength: 

22s  (26.8  tex) 

50s  (11.8  "  ) • 

Average  break  factor 7/ 

Yarn  appearance : 

22s  (26.8  tex) grade 

50s  (11.8  "  ) " 

Average  yarn  appearance index  8/ 


percent 

of  card  web 


pounds 
11 


For  footnotes  see  page  19. 


SM 
1-1/16 

1.08 
77 

k.3 
k.k 

78 

93 

46.0 

24.3 

1.6 
l.l 
2.7 

79.5 
8.5 

0.3 
7.1 


6.7 
10 


128 

45 

2533 

c+ 

D+ 
90 


M 
1-1/16 

i.o4 

79 

4.4 

k.2 
80 

91 

45.0 

24.5 

1.6 
1.4 
3.0 

75.6 
9.3 

0.2 
7.6 


123 

42 

2403 

C+ 
D+ 
90 


SIM 
1-1/16 

1.06 
78 

4.4 
k.2 
81 

78 

38.6 

22.0 

1-9 
l.k 

3.3 

77.6 
7.9 

0.1 
l.k 


7.1 
12 


117 

ko 

2287 

c+ 

D+ 
90 


M 
1-1/16 

1.06 
79 

k.2 
k.2 
79 

80 

39.6 

21.1 

1.1 
1.2 
2.3 

77.3 
8.1 

0.2 
7-0 


6.3 

7 


116 

ko 

2276 

c+ 

D+ 
90 


Continued  on  page^S 


-  8  - 

Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9~l/2  pounds  per  hour 
and  a  twist  multiplier  of  U.00,  crop  of  1958" -Continued 


Variety 


Deltapi  ne  15 


State 


Arkansas 


Market  area 


Mariana 


McGehee 


w 


Osceola 


~w 


Parkdale 


W 


Percentage  of  variety  at  gin 


97 


Period  of  harvest 


Late 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micr onaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (     "     ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"     "  grams  per  tex  3/ 

1/fl"   "  -- - "    "   " 

Nonlint  content :  k/ 

Visible  waste percent 

Invisible  waste " 

Total  nonlint  content " 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Acid- alkaline  value- 


percent 

■pH  units  6/ 


-percent 
card  web 

--pounds 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card 

Neps per  100  sq.  in.  of 

Yarn  skein  strength: 

22s  (26.8  tex) 

50s  (11.8  "  ) - 

Average  break  factor 7/ 

Yarn  appearance : 

22s  (26.8  tex) - grade 

50s  (11.8  "  )- » 

Average  yarn  appearance index  8/ 


M 
1-1/16 

1.07 
79 

k.2 
k.l 

78 

79 

39.1 

21.9 

1.0 

1.2 

2.2 

78.5 
7.5 

0.2 
6.8 


6.6 
6 


120 

k2 

2370 

C+ 
D+ 
90 


SIM 
1-1/16 

1.03 
79 

3.8 
3.9 

75 

79 

39.1 

21.8 

2.2 
1.2 

7^.5 
6.9 

0.2 
6.6 


6.8 
13 


116 

39 
2251 

c+ 

D+ 

90 


M 
1-1/16 

1.06 
7^ 

k.O 
k.l 

77 

77 

38.1 

20.9 

1.2 
1.1 
2.3 

7^.3 
8.1 

0.1 
7.6 


6.7 
7 


117 

ko 

2287 

c+ 

c 

95 


M 
1-1/16 

1.05 
78 

k.2 
k.2 
79 

79 
39.1 

21.3 

0.8 
1.2 
2.0 

7^.5 
7.8 

0.2 
7.0 


5.5 
11 

117 

kl 

2312 

B 

C 

100 


For  footnotes  see  page  19. 


Continued  on  page  9 
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Table  2. --Results  of  classification,  fiber  tests ,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9~l/2  pounds  per  hour 
and  a  twist  multiplier  of  1+.00,  crop  of  1958 — Continued 


Variety 


Deltapine  15 


State 


California 


Mississippi 


Market  area 


Westmorland 


Calhoun  City 


Clarksdale : Greenville 


Percentage  of  variety  at  gin 


100 


90 


100 


100 


Period  of  harvest 


Midseason 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Mieronaire reading  l/ 

Fineness   (Causticaire)--ug/inch  2/ 
Maturity  (  ) index 

Fiber  tensile  strength  (Pressley) : 

Zero  gauge 1,000  p.s.i 

"     grams  per  tex  3/ 

■l  low  II II       M     II 

Nonlint  content :  k/ 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Ac id- alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 

Manufacturing  waste : 

Picker  and  card percent 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

*  50s  (11.8  "  ) — " 

Average  break  factor 7/ 

Yarn  appearance : 

22s  (26.8  tex) grade 

50s  (11.8  "  ) " 

Average  yarn  appearance index  8/ 


SLM+ 
1-1/32 

l.(A 

k.Q 

82 

86 

ij-2.6 

20.5 

1.8 
1.2 
3-0 

ik.k 

7.7 

0.0 

7.0 


7.8 

10 


107 

37 

2102 

C+ 

C 

95 


M 
1-1/32 

1.06 
78 

k.2 
k.5 

76 

75 

37.1 

20.7 

2.2 

0.6 

2.8 

75.7 

8.1 

0.3 

6.8 


6.5 
h 


120 

2370 

B 
C+ 
105 


SLM+ 
l-l/l6 

1.08 
75 

3.6 
3.5 
7^ 

81 
to.i 

22.0 

1.2 
1.1 
2.3 

76.5 
7.9 

0.2 

6.7 


6.7 
22 


123 

^3 
21+28 

C 

D+ 

85 


M+ 
1-1/16 

1.08 
77 

3.8 
3-7 
76 

76 

37.6 

22.7 

0.7 
1.2 

1.9 

76.5 
8.3 

0.2 
6.7 


6.3 
11 


122 

^3 
2U17 

C+ 
D+ 
90 


For  footnotes  see  page  19. 


Continued  on  page  10 
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Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9~l/2   pounds  per  hour 
and  a  twist  multiplier  of  if. 00,  crop  of  1958- -Continued 


Variety 


Deltapine  15 


State 


Mississippi 


Oklahoma 


Texas 


Market  area 


Houston 


Ruleville 


Idabel 


w 


Navasota 


Percentage  of  variety  at  gin 


100 


95 


97 


Period  of  harvest 


Late 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

St aple  length ■ inche s 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness   (Causticaire) — ug/inch  2/ 
Maturity  (     "     ) index 

Fiber  tensile  strength  (Pressley) : 

Zero  gauge 1,000  p.s.i. 

"     "  grams  per  tex  _3/ 

-i  /Qti     it   ti      tt     ii 

Nonlint  content :  if/ 

Visible  waste percent 

Invisible  waste " 

Total  nonlint  content " 

Color  of  raw  cotton:  j?/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Ac id- alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 

Manufacturing  waste : 

Picker  and  card percent 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

50s  (11.8  "  ) - " 

Average  break  factor "jj 

Yarn  appearance : 

22s    (26.8  tex) grade 

50s    (11.8     "    ) " 

Average  yarn  appearance index  8/ 


SLM 
1-1/16 

1.08 
7^ 

3.7 
3.9 
7^ 

78 

38.6 

20.9 

1.9 
0.7 
2.6 

78.0 

7.6 

0.2 
7-3 


6. if 
5 


120 

^3 

2395 

B 
C+ 
105 


M+ 
l-l/l6 

1.06 
77 

3.2 

3.1 
70 

78 

38.6 

22.1 

1.6 
0.9 
2.5 

77.^ 
8.0 

0.3 

6. if 


7.1 
30 


123 
if  if 

2if53 

D+ 

BG 
70 


Mltsp 
1-1/16 

1.09 
77 

if. 2 
if. if 
78 

78 

38.6 

21.7 

1.5 
0.9 
2. if 

7if.6 
9.0 

0.1 
7^ 


6.7 
8 


113 

ifO 

22if3 

C+ 
C 

95 


LM 
1-1/32 

l.Oif 

75 

if.6 

if.8 
80 

76 

37-6 

20.0 

1.9 
1.5 

3.* 

70.5 
7.6 

0.0 

8.3 


8. if 
7 


103 

35 
2008 

c+ 

c 

95 


For  footnotes  see  page  19. 
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Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9~l/2  pounds  per  hour 
and  a  twist  multiplier  of  1+.00,  crop  of  195 8- -Continued 


Variety 


Empire 


Lankart 


State 


Arkansas 


Oklahoma 


Texas 


Market  area 


Walnut  Ridge 


Snyder 


Anton 


Percentage  of  variety  at  gin 


75 


85 


100 


Period  of  harvest 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronair e reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"  grams  per  tex  _3/ 

1/8"   "  ---------  "    "   " 

Nonlint  content :  \J 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content 

Color  of  raw  cotton:  jj/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Ac id- alkaline  value- 


percent 

•pH  units  6/ 


PROCESSING  RESULTS 

Manufacturing  waste : 

Picker  and  card percent 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

50s  (11.8  "  ) " 

Average  break  factor 7/ 

Yarn  appearance : 

22s  (26.8  tex)-- - —  grade 

50s  (11.8  "  ) " 

Average  yarn  appearance index  8/ 


For  footnotes  see  page  19. 


M 
1-1/16 

1.06 
79 

k.2 
k.2 

78 

79 

39.1 
21.8 

1.1 
1.1 
2.2 

77.0 

S.k 

0.2 
7.2 


6.1 
6 


116 

1+1 

2301 

c+ 

c 

95 


Mltsp 
15/16 

.92 
76 

3.8 
73 

85 
lj-2.1 

20.7 

1.8 
1.3 
3.1 

73.5 
9.5 

0.2 
6.8 


8.5 
10 


103 

3^ 

1983 

D+ 

D 

75 


SLM 
31/32 

.98 
76 

k.2 
k.k 

11 

73 

36.1 

18.6 

1.0 
1.0 
2.0 

72.5 
8.1 

0.2 
7.5 


6.6 
1 


95 

32 

181+5 

C+ 

C 

95 


Continued  on  page  12 
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Table  2. — Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9-l/2  pounds  per  hour 
and  a  twist  multiplier  of  U.00,  crop  of  1958--Continued 


Lankart  6ll 


Variety 


Lankart 


State 


Texas 


Market  area 


Lubbock 


Idalou 


Memphis 


Percentage  of  variety  at  gin 


90 


100 


90 


Period  of  harvest 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ■ ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (     "     ) index 

Fiber  tensile  strength  (Pressley) : 

Zero  gauge 1,000  p.s.i. 

"     "  --' grams  per  tex  3/ 

Nonlint  content:  k/ 

Visible  waste percent 

Invisible  waste - " 

Total  nonlint  content " 

Color  of  raw  cotton:  5./ 

Reflectance Rd 

Yellowness +b 


Sugar  content ■ 

Acid-alkaline  value 


percent 

pH  units  6/ 


PROCESSING  RESULTS 

Manufacturing  waste: 

Picker  and  card percent 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

50s  (11.8  "  ) " 

Average  break  factor "jj 

Yarn  appearance : 

22s  (26.8  tex)-— grade 

50s  (11.8  "  ) - " 

Average  yarn  appearance index  8/ 


SLM 
31/32 

.97 
78 

lf.2 

M 

78 

77 
38.1 
19.  h 

1.7 
1.3 
3.0 

70.7 
8.0 

0.2 
7.3 


7.3 
9 


99 

3^ 

1939 

c+ 

D+ 
90 


SLM 
31/32 

.97 
76 

3.8 
3.9 
75 

77 
38.1 

19.9 

1.6 
0.9 
2.5 

72.5 
8.7 

0.2 
7.5 


7.2 
10 


107 

37 

2102 

C+ 

C 

95 


Mltsp 
15/16 

.93 
76 

k.2 

h.k 
76 

81 

*K).l 

19.^ 

1.9 
l.k 

3.3 

7^.5 
8.9 

0.3 

6.7 


9.2 
10 


98 

32 

1878 

c+ 

D+ 
90 


For  footnotes  see  page  19. 
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Table  2. --Results  of  classification,  fiber  tests,  and  carded  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  9~l/2  pounds  per  hour 
and  a  twist  multiplier  of  1*.00,  crop  of  1958 — Continued 


Variety 


Northern  Star 


Rex 


State 


Oklahoma 


Texas 


Arkansas 


Market  area 


Altus 


Silverton 


Parkin 


Percentage  of  variety  at  gin 


60 


80 


100 


Period  of  harvest 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ■ ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (     "     ) index 

Fiber  tensile  strength  (Pressley) : 

Zero  gauge 1,000  p.s 

"  grams  per  tex 

]/8"    ti   ti     ii    it 

Nonlint  content :  k/ 

Visible  waste percent 

Invisible  waste " 

Total  nonlint  content " 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


,1. 
3/ 


Sugar  content 

Acid-alkaline  value- 


percent 

■pH  units  6/ 


m. 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card 

Neps per  100  sq 

Yarn  skein  strength: 

22s  (26.8  tex) 

50s  (11.8  "  ) 

Average  break  factor 

Yarn  appearance : 

22s  (26.8  tex) 

50s  (11.8  "  ) 

Average  yarn  appearance- - 


percent 

of  card  web 


■--pounds 

■""«« 7/ 

grade 

■index  8/ 


Mltsp 
1-1/32 

1.00 
80 

k.o 

k.2 

11 

75 

37.1 

19.9 

1.9 
1.2 

3.1 

7^.5 
8.9 

0.3 
6.7 


8.5* 
11 


107 

37 

2102 

C 
C 
90 


SLMltsp 
31/32 

1.00 
76 

3.6 
3.9 
71 

77 

38.1 

19.3 

3.6 
1.2 
fc.8 

69.  h 
9.8 

0.3 
7.2 


9-3 
10 


102 

35 

1997 

c+ 

c 

95 


For  footnotes  see  page  19. 

*Cotton  stuck  to  manufacturing  rolls  during  processing. 


M 
1-1/16 

1.07 
79 

k.2 

M 

78 

81 

1*0.1 

21.2 

1.3 
0.8 
2.1 

78.8 

7.7 

0.2 
6.7 


6.3 

8 


113 

38 

2193 

c+ 

c 

95 
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Table  3- --Results  of  classification,  fiber  tests,  and  carded  and  combed  (in  paren- 
theses) yarn  processing  tests  for  specified  varieties  of  cotton  by  state, 
market  area,  and  period  of  harvest,  processed  at  a  card  production  rate 
of  6-1/2  pounds  per  hour  and  a  twist  multiplier  of  3*80,  crop  of  1958 


Variety 


Acala  1$17C 


State 


Arizona 


New  Mexico 


Market  area 


Bowie 


S afford 


Deming 


Dexter 


"BB" 


Percentage  of  variety  at  gin 


100 


80 


100 


Period  of  harvest 


Late 


Late 


Late 


Midseason 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ■ ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  ( Causticaire) ug/inch  2/ 

Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"     "  grams  per  tex  3/ 

-1  /Q11     11 ____    "      "     " 

Nonlint  content:  k] 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content- " 

Color  of  raw  cotton:  jj/ 

Reflectance Rd 

Yellowness- +b 


Sugar  content 

Acid-alkaline  value- 


percent 

•pH  units  6/ 


PROCESSING  RESULTS 
Manufacturing  waste: 

Picker  and  card 

Comber 

Neps per  100  sg.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) 

50s  (11.8  "  ) 

Average  break  factor 

Yarn  appearance : 

22s  (26.8  tex) 

50s  (11.8  "  ) — 

Average  yarn  appearance index  8/ 


percent 
tt 


pounds 
it 


1/ 


grade 
11 


SM 
1-1/8 

1.15 
80 

3.5 
3.5 

73 

78 

38.9 
2k. k 

1.0 
O.k 
l.k 

82.3 
7-7 

0.6 
6.5 


6.9 
12.1 

30 
ltof  150) 

m  53) 
2765(2975) 

c  (c+) 
c  (c) 

90(95) 


SIM 
1-1/8 

1.12 
79 

3.6 
3.7 
7^ 

88 

h3.6 

25.O 

2.7 
0.5 
3.2 

78.O 
6.7 

o.k 

6.3 


9-3 
ik.3 
27 

137(  1W) 

W(     53) 

2707(2953) 

C  (c+) 

D+(C) 

85(95) 


M 
1-1/8 

1.15 
82 

3.6 
3.6 
7^ 

81 

39.9 
2k.O 

1.3 
0.7 
2.0 

80.5 
7.5 

O.k 
6.5 


7.2 
13.0 
15 

133(  3M) 
hll    51) 

2638(2859) 

B  (B) 
C+(C+) 
105(105) 


M 
1-5/32 

1.17 
80 

3.6 
3.6 
lh 

85 

1+2.0 

24.1 

l.k 

1.1 
2.5 

77.9 

0.0 
7.7 


8.3 
12.5 
23 

139(  1^9) 

m    53) 

275^(296^-) 

C+(B) 

c  (c+) 

95(105) 


For  footnotes  see  page  19- 
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Table  3- --Results  of  classification,  fiber  tests,  and  carded  and  combed  (in  paren- 
theses) yarn  processing  tests  for  specified  varieties  of  cotton  by  state, 
market  area,  and  period  of  harvest,  processed  at  a  card  production  rate 
of  6-l/2  pounds  per  hour  and  a  twist  multiplier  of  3*80,  crop  of  I958-- 
Continued 


Variety 


Acala  1517C 


Acala  1517BR 


State 


New  Mexico 


Texas 


Texas 


Market  area 


Garfield 


Canutillo 


Pecos 


"ST 


Seminole 


Percentage  of  variety  at  gin 


100 


100 


TO 


Period  of  harvest 


Late 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length-- ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity • ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) — ug/inch  2/ 
Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i 

grams  per  tex  3/ 

l/8"   "  --------   "    "   " 

Nonlint  content :  */ 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content " 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Ac  id- alkaline  value- 


percent 

■pH  units  6/ 


percent 
ti 


PROCESSING  RESULTS 

Manufacturing  waste: 

Picker  and  card 

Comber 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

50s  (11.8  "  ) " 

Average  break  factor 7/ 

Yarn  appearance : 

22s  (26.8  tex) grade 

50s  (11.8  "  ) " 

Average  yarn  appearance index  8/ 


M 
1-1/8 

1.1* 

80 

3-* 

3.3 
7* 

83 
*1.0 

23.5 

1.3 

0.7 
2.0 

79.0 

7.3 

0.3 
6.8 


7.9 
12.7 
18 

137(  1*9) 

*9(  53) 

2732(296*) 

C  (c+) 
D+(C) 

85(95) 


M 
1-1/8 

1.11 
79 

3-8 
3.9 

75 

87 
*2.9 

23.7 

1.1 
0.8 
1-9 

78.O 
7-1 

0.2 
6.6 


7.8 
1*.0 

25 

133(  1^) 

*6(  51) 

2613(2881) 

c  (c+) 

D+(C+) 
85(100) 


M 
1-1/8 

1.1* 

77 

3.2 
3-1 

72 

82 

*0.7 

23.7 

1.1 
0.8 
1-9 

80.6 
7-9 

0.5 
6.9 


8.2 

13.0 

26 

1*0 (  1*8) 

50(  53) 

2790(2953) 

c  (C) 
D  (D+) 
80(85) 


SIM 
1-1/8 

1.10 
77 

3.6 
3.7 
7* 

80 

39-8 

23.5 

1.2 

0.6 
1.8 

73-5 
6.9 

0.0 

7.7 


8.5 
1*.* 

21 

12*(  135) 
**(   *7) 

2i+6*(266o) 
c+(c+) 

D+fC) 

90(95) 


For  footnotes  see  page  19, 
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Table  3 '--Results  of  classification,  fiber  tests,  and  carded  and  combed  (in  paren- 
theses) yarn  processing  tests  for  specified  varieties  of  cotton  by  state, 
market  area,  and  period  of  harvest,  processed  at  a  card  production  rate 
of  6-l/2  pounds  per  hour  and  a  twist  multiplier  of  3*80,  crop  of  1958-- 
Continued 


Arizona  kk 


Variety 


Acala  1517BR 


Delfos  9169 


State 


Texas 


Arizona 


Arkansas 


Market  area 


Stanton* 


"50" 


Van  Horn 


Mar ana 


Black  Oak 


Percentage  of  variety  at  gin 


99 


95 


Period  of  harvest 


Late 


Late 


Late 


Late 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length ■ inches 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire)--ug/inch  2/ 
Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

11     "  grams  per  tex  _$/ 

1  /An   "  ________   "    "   " 

Nonlint  content:  k/ 

Visible  waste percent 

Invisible  waste " 

Total  nonlint  content " 

Color  of  raw  cotton:  5/ 

Reflectance Rd 

Yellowness +b 


Sugar  content 

Ac id- alkaline  value- 


percent 

•pH  units  6/ 


percent 
11 


PROCESSING  RESULTS 
Manufacturing  waste : 

Picker  and  card 

Comber 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) pounds 

50s  (11.8  "  ) 


SIM 
1-3/32 

1.10 
80 

k.O 
k.O 
11 

81 

Uo.o 

23.1 

1.7 
0.3 

2.0 

75.5 
8.0 

0.1 
6.5 


7.8 
12.1 
12 

133(  1^2) 

Vf(  50) 

-7/2638(2812) 


Average  break  factor 

Yarn  appearance:  : 

22s  (26.8  tex) grade:  B  (B+) 

50s  (11.8  "  ) —  "  :  C+(B) 

Average  yarn  appearance index  8/:  105(115) 


SMLtsp 
1-3/32 

1.07 
77 

3-5 
3.8 
72 

83 
lfcl.1 

23.O 

1.2 

0.6 
1.8 

76.5 
8.7 

0.5 
6.7 


Q.k 

15.6 
25 

130 (  lto) 
k6(     I4-9) 

2580(2765) 

C+(B) 
C   (C+) 

95(105) 


M 
1-1/16 

1.07 

79 

k.O 
k.O 

11 

83 

*n.3 
23.7 

1.6 

0.5 
2.1 

77-2 
8.5 

0.2 
6.8 


l.k 

13.5 
23 

128(  138) 
1+5(     k9) 


SIM 
l-l/l6 

1.06 
7^ 

3.3 
3.5 
70 

76 
37.5 

21.5 

2.3 
0.9 

3.2 

73.0 
l.k 

0.1 

e.k 


9.9 
16.2 

31 
ii^(  127) 

ko{     kk) 


2533(27^3)  225^(2^97) 


B   (B) 
C    (C+) 

100(105) 


c  (c+) 

D+  (C) 

85(95) 


For  footnotes  see  page  19. 

*50fo  Acala  1517C  and  50^0  Acala  1J17BR, 


Continued  on  page  17 
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Table  3 • --Results  of  classification,  fiber  tests,  and  carded  and  combed  (in  paren- 
theses) yarn  processing  tests  for  specified  varieties  of  cotton  by  state, 
market  area,  and  period  of  harvest,  processed  at  a  card  production  rate 
of  6-i/2  pounds  per  hour  and  a  twist  multiplier  of  3*80,  crop  of  1958-- 
Continued 


Delfos  9169 


Variety 


Deltapine  15 


State 


Arkansas 


Mississippi 


Arkansas 


Mississipp 


Market  area 


Pickins 


Belzoni 


Leachville 


Tunica 


Percentage  of  variety  at  gin 


100 


95 


100 


100 


Period  of  harvest 


Late 


Late 


Late 


Late* 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length inche s 

Fiber  length  (Fibrograph) : 

Upper  half  mean inches 

Uniformity ratio 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire)--ug/inch  2/ 
Maturity  (  ) index 

Fiber  tensile  strength  (Pressley): 

Zero  gauge 1,000  p.s.i. 

"  grams  per  tex  3/ 

I  /ft"   "  - "    "   " 

Nonlint  content:  k/ 

Visible  waste percent 

Invisible  waste 

Total  nonlint  content 

Color  of  raw  cotton:  5/ 

Ref  le  ct  ance Rd 

Yellowness +b 


Sugar  content 

Ac id- alkaline  value- 


percent 

■pH  units  6/ 


PROCESSING  RESULTS 
Manufacturing  waste: 

Picker  and  card 

Comber 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

22s  (26.8  tex) 

50s  (11.8  "  ) 

Average  break  factor 

Yarn  appearance : 

22s  (26.8  tex) 

50s  (11.8  "  ) 

Average  yarn  appearance index  8/ 


percent 

11 


■pounds 


1/ 


grade 

I! 


SIM 
1-3/32 

1.08 
75 

3.8 
k.O 

75 

76 

37.6 

21.8 

2.0 
0.7 
2.7 

71.5 
8.3 

0.1 
6.7 


9.6 

15.3 
26 

116 (   127^ 

Uo(     >4 

2276(25^7) 

c+(c+) 
c    c) 
95(95) 


M 
1-3/32 

1.06 
75 

3.6 
3.7 

7^ 

76 

37.6 

20.9 

1.2 

0.9 
2.1 

75.6 
8.9 

0.0 
7.0 


9.6 
16.7 
25 

108 (   122) 

38(     kk) 

2138(2^2) 

c  (c+) 
c  (c) 

90(95) 


LM 
1-1/16 

1.0U 

78 

3.5 
72 

75 

37.3 

21.it- 

3-7 

0.8 

fc.5 

71.5 
7.1 

0.1 
6.5 


11.6 

15.0 

ke 

117 (  128) 
2312(2533) 

c  (c) 

D   (D+) 

80(85) 


LM 
15/l6** 

.98 
73 

2.6 

2.5 
58 

78 

38.8 

22.2 

3.5 
1.5 

5.0 

67.5 

Q.k 

0.3 
6.0 


15.0 
18.6 
192 

113(  128 

ko{     *t-5 

22^3(2533 

bg(bg) 
bg(bg) 

60(60) 


For  footnotes  see  page  19. 
*  Difficult  to  process. 
**Reduced  from  one  inch-wasty. 
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Table  k. — Results  of  classification,  fiber  tests,  and  combed  yarn  processing  tests 
for  specified  varieties  of  cotton  by  state,  market  area,  and  period  of 
harvest,  processed  at  a  card  production  rate  of  ^-1/2  pounds  per  hour 
and  a  twist  multiplier  of  3»60,  crop  of  1958 


Variety 


Pima  S-l 


State 


Arizona 


New  Mexico 


Texas 


Market  area 


S afford 


Me  s ilia  Park 


Fabens 


Percentage  of  variety  at  gin 


100 


95 


95 


Period  of  harvest 


Midseason 


Midseason 


Midseason 


RAW  COTTON  QUALITY 

Classification  (official  standards): 

Grade designation 

Staple  length • inches 

Fiber  length  (array): 

Upper  quart ile inches 

Coefficient  of  variability- -percent 

Fiber  fineness  and  maturity: 

Micronaire reading  l/ 

Fineness  (Causticaire) ug/inch  2/ 

Maturity  (     "     ) index 

Fiber  tensile  strength  (Pressley) : 

Zero  gauge 1,000  p.s.i. 

"  grams  per  tex  3/ 

t  /B"    "   --- -_   "     "    " 

Nonlint  content :  k/ 

Visible  waste percent 

Invisible  waste " 

Total  nonlint  content- " 

Color  of  raw  cotton:  5/ 

Reflectance- Rd 

Yellowness- +b 


Sugar  content 

Ac id -alkaline  value- 


percent 

■pH  units  6/ 


percent 
it 


PROCESSING  RESULTS 

Manufacturing  waste: 

Picker  and  card 

Comber 

Neps per  100  sq.  in.  of  card  web 

Yarn  skein  strength: 

50s  (11.8  tex) pounds 

80s  (  f.k     "  ) » 

Average  break  factor 7/ 

Yarn  appearance : 

50s  (11.8  tex) grade 

80s  (  f.k     "  ) » 

Average  yarn  appearance index  8/ 


3 
1-7/16 

1.38 
29 

3-7 
3-2 
80 

91 
lj-5-0 

32.5 

2.2 
0.5 
2.7 

69.5 
10.9 

0.1 
6.5 


10.5 
13.0 
11 


69 

39 

3285 

B+ 
B 
115 


1-7/16 

lAl 
30 

3.5 
3.1 
77 

97 

kd.l 

32.6 

0.6 
0.7 
1.3 

70.5 
10.7 

0.1 

6.7 


9.3 
13A 
15 


68 

39 

3260 

B+ 
B 
115 


3 
1-7/16 

1.1* 

28 

3-7 
3A 
78 

92 

^5.5 

31.5 

1.0 
1.1 

2.1 

69.0 
10.4 

0.1 
6.5 


9.8 
13.6 
12 


67 

37 
3155 

B+ 
B 
115 


For  footnotes  see  page  19. 
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FOOTNOTES 


l/  Fiber  fineness  and  maturity  in  combination  as  measured  on  un- 
treated samples  using  the  curvilinear  scale  for  upland  cotton. 

2/  Fineness  and  maturity  as  determined  by  the  Causticaire  method 
using  the  Micronaire  instrument. 

3/  Tex  is  the  universal  unit  for  designating  linear  density  of 
textile  materials  as  adopted  by  the  International  Standards 
Organization  (ISO).  A  tex  unit  equals  the  weight  in  grams  of 
1,000  meters  of  the  material. 

k/     As  determined  by  means  of  the  Shirley  Analyzer. 

5/     Determined  by  the  Nickers on- Hunter  Colorimeter  on  raw  stock. 
Rd  values  indicate  percent  reflectance  from  0  to  100  and  +b 
values  indicate  degree  of  yellowness. 

6/  Values  below  7«0  indicate  acidity.  Values  above  7«0  indicate 
alkalinity  which  when  associated  with  abnormally  low  sugar  con- 
tent may  indicate  fiber  degradation  due  to  weathering  or  from 
the  action  of  micro-organisms. 

7/  Based  on  yarn  skein  strength  (number  x  strength)  of  the  two 
yarn  numbers  spun. 

8/  Based  on  two  numbers  spun.   Index  of  average  quality  equals  100, 
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